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(57) Abstract: The present invention relates to a veneering wooden door and a method for veneering an inner veneer strip of a 
ID door frame. Said Yencering wooden door mainly comprises a frame and a core panel, and the frame comprises a main body, an 

edge sealing strip and an inner Yeneer strip. The main body of the frame is made of ordinary-grade timber or artificial board, and 
0 the edge sealing strip of the frame is made of high-grade timber, the surface layer of the main body is coated with high-grade 
^ timber, the inner veneer strip of the frame is made of ordinary-grade timber instead of high-grade timber, and with a high-grade 
^ wooden coat pasted on the exterior surface of the door panel. The method for veneering an inner veneer strip of a door frame 
O comprises the following steps of: applying resin glue on the backside of the high-grade wooden coat; pasting it on the surface of 

the inner veneer strip of the wooden door; then putting the wooden door into a tamping machine and applying pressure on the 
© door. During this course, the temperature is at 60~120°C and the force of pressure is at 5-15 kg/cm 2 , and the time lasting 2-3 
^ minutes. 
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